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PREPARATION FOR CASTING

THE PATTERN
Measure the finger for the size.
Warm the blue stick casting wax to soften.

Oil the ring mandrel.

Model the wax around a steel ring mandrel to
form the shank a size smaller than desired and
about y16 inch thicker than the finished ring
to allow for filing.

Place the stone and press into the warm wax;
be sure the wax is left heavy enough around
the stone so the casting can be filed for a gypsy
setting (Fig. 62).

Carve the design in the wax pattern.

Remove the stone from the wax.

Note: If the stone is transparent or translucent,
cut the wax out under the set, leaving a
small ridge for the stone to rest upon.

Remove the pattern from the mandrel,